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Description 

Field of the Invention 

5 [0001] The present invention is generally directed to heat shrinkable films containing single site catalyzed copoly- 
mers. The present invention is more particularly directed to heat shrinkabie films containing homogeneous ethylene/ 
alpha-olefin copolymers catalyzed by single site catalysts having a density of at least about 0.90 g/cm 3 . 

Background of the Invention 

10 

[0002] Shrinkable thermoplastic films have found many useful applications in packaging of meats, cheeses, poultry 
and numerous other food and non-food products. There is always the search for improvement in these films to make 
them have better impact resistance, improved optics and improved shrinkability. For example, in U.S. Patent No. 
4,640,856 to Ferguson et al., the multilayer thermoplastic heat shrinkable film was described having improved shrink, 
toughness and barrier properties. The film included at least one layer of a very low density polyethylene and a gas 
barrier layer of vinylidene chloride copolymer or ethylene vinyl alcohol. The film was found to be particularly useful for 
making bags for packaging large cuts of fresh red meat. 

[0003] U.S. Patent Nos. 5,059,481 , 4,976,898 and 4,863,769, all to Lustig et al. , disclose heat shrinkable film suitable 
for packaging food articles such as frozen poultry, primal meat cuts and processed meat products wherein the film may 
20 be a biaxially stretched monolayer film of a very low density polyethylene copolymer or a multilayer film containing 
very low density polyethylene. 

[0004] U.S. Patent No. 4,457,960 to Newsome discloses the use of linear low density polyethylene in multiple layer 
molecularly oriented films. 

[0005] Each of the foregoing patents describe the incorporation into heat shrinkable films of conventional ethylene/ 
25 alpha-olefins produced by Ziegler-Natta catalyst systems. Ziegler-Natta catalytic methods are commonly used through- 
out the polymer industry and have a long history tracing back to about 1957. 

[0006] These systems are often referred to as heterogeneous since they are composed of many types of catalytic 
species each at different metal oxidation states and different coordination environments with ligands. Examples of 
Ziegler-Natta heterogeneous systems include metal halides activated by an organometallic co-catalyst, such as tita- 

30 nium or magnesium chlorides complexed to trialkyl aluminum and may be found in patents such as U.S. Patents 
4,302,565 and 4,302,566. Because these systems contain more than one catalytic species, they possess polymeriza- 
tion sites with different activities and varying abilities to incorporate comonomer into a polymer chain. 
[0007] The result of such multi-site chemistry is a product with poor control of the polymer chain architecture both 
within the sequence of a single chain, as well as when compared to a neighboring chain. In addition, differences in 

35 catalyst efficiency produce high molecular weight polymer at some sites and low molecular weight at others. Therefore, 
copolymers produced using these systems lead to polymer products which are mixtures of chains some high in comon- 
omer and others with almost none. For example, conventional Ziegler-Natta multi-site catalysts may yield a linear 
ethylene/alpha-olefin copolymer (HDPE, LLDPE, VLDPE, ULDPE) having a mean comonomer percentage of 10, but 
with a range of 0% to 40% comonomer in individual chains. This, together with the diversity of chain lengths results in 

40 a truly heterogeneous mixture also having a broad molecular weight distribution (MWD). 

[0008] Linear low density polyethylene (LLDPE) has enjoyed great success as a raw material choice for packaging 
films. The term LLDPE is generally understood to describe copolymers of ethylene and one or more other alpha olefin 
monomers which are polymerized at low pressure using a Ziegler-Natta catalyst to achieve a density range of about 
0.915 to about 0.940. Although no clear standard exists, LLDPE polymers are often marketed in subgroups of densities 

45 such as linear medium density (LMDPE), linear low density polyethylene, linear very low density (VLDPE), or linear 
ultra low density polyethylene (ULDPE). These classifications are for marketing use and will vary by supplier. 
[0009] These materials are different from high pressure low density polyethylene (LDPE) which is generally under- 
stood in the trade as a highly branched homopolymer having a single low melting point. For example, a 0.92 density 
LDPE would typically have a melting point at about 112°C while a corresponding density LLDPE would have melting 

50 points at 107°, 120°, and 125°C. The multiple melting points are commonly observed with LLDPE and are a conse- 
quence of the above mentioned heterogeneous incorporation of comonomer. 

[0010] Recently a new type of ethylene copolymer has been introduced which is the result of a new catalyst tech- 
nology. Examples of introductory journal articles include "Exxon Cites 'Breakthrough' in Olefins Polymerization, 11 Modern 
Plastics, July 1 991 , p. 61 ; "Polyolefins Gain Higher Performance from New Catalyst Technologies," Modern Plastics, 
55 Oct. 1991, p.46; "PW Technology Watch," Plastics World, Nov. 1991, p. 29; and " ," Plastics Technology, Nov. 1991, 
p. 15. 

These new resins are produced using metallocene catalyst systems, the uniqueness of which resides in the steric and 
electronic equivalence of each catalyst position. Metallocene catalysts are characterized as having a single, stable 
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chemical type rather than a volatile mixture of states as discussed for conventional Ziegler-Natta. This results in a 
system composed of catalyst positions which have a singular activity and selectivity. For this reason; metaitocene 
catalyst systems are often referred to as "single site" owing to the homogeneous nature of them, and polymers and 
copolymers produced from them are often referred to as single site resins by their suppliers. 

5 [0011] Generally speaking, metallocene catalysts are organometallic compounds containing one or more cyclopen- 
tadienyl ligands attached to metals such as hafnium, titanium, vanadium, or zirconium. A co-catalyst, such as but not 
limited to, oligomeric methyl alumoxane is often used to promote the catalytic activity. By varying the metal component 
and the cyclopentadienyl ligand a diversity of polymer products may be tailored having molecular weights ranging from 
about 200 to greater than 1 ,000,000 and molecular weight distributions from 1 .5 to about 15. The choice of co-catalyst 

10 influences the efficiency and thus the production rate, yield, and cost. 

[0012] Exxon Chemical, in U.S. Patent 4,701,432 sets out examples of which olefin catalyst systems are of the 
metallocene class and which are non-metallocene. They cite bis(cyclopentadienyi) dichloro-transition metal, bis(cy- 
clopentadienyl) methyl, chloro-transition metal, and bis(cyclopentadienyl) dimethyl-transition metal as examples of 
metallocene catalysts, where the metals include choices such as titanium, zirconium, hafnium, and vanadium. The 

15 patent further provides examples of non-metallocene catalysts as being TiCI 4 , TiBr 4 , Ti(OC 4 H9) 2 Cl2, VCI 4 , and VOCI 3 . 
[0013] Similarly, CP. Cheng, at SPO 91 , the Specialty Polyolefins Conference sponsored by Schotland and held in 
Houston, Texas in 1 991 , cited TiClg/AIF^Cl and MgClg/TiC^/AIF^ as examples of non-metallocene Ziegler-Natta cat- 
alysts and transition metal cyclopentadienyl complexes as examples of metallocene homogeneous polyolefin catalysts. 
[001 4] As a consequence of the single site system afforded by metallocenes, ethylene/alpha-olef in copolymer resins 

20 can be produced with each polymer chain having virtually the same architecture. Therefore, the copolymer chains 
produced from single site systems are uniform not only in chain length, but also in average comonomer content, and 
even regularity of comonomer spacing, or incorporation along the chain. 

[0015] In contrast to the above mentioned Ziegler-Natta polymers, these single site metallocene polymers are char- 
acterized as having a narrow MWD and narrow compositional distribution (CD). While conventional polymers have 

25 MWD's of about 3.5 to 8.0, metallocenes range in MWD from about 1 .5 to about 2.5 and most typically about 2.0. MWD 
refers to the breadth of the distribution of molecular weights of the polymer chains, and is a value which is obtained 
by dividing the number-average molecular weight into the weight-average molecular weight. The low CD, or regularity 
of side branches chains along a single chain and its parity in the distribution and length of all other chains, greatly 
reduces the low MW and high MW "tails". These features reduce the extractables which arise from poor LMW control 

30 as well as improve the optics by removing the linear, ethylene-rich portions which are present in conventional hetero- 
geneous resins. 

[0016] Thus, conventional Ziegler-Natta systems produce heterogeneous resins which reflect the differential char- 
acter of their multiple catalyst sites while metallocene systems yield homogeneous resins which, in turn, reflect the 
character of their single catalytic site. 

35 [0017] Another distinguishing property of single site catalyzed ethylene copolymers is manifested in their melting 
point range. The narrow CD of metallocenes produces a narrow melting point range as well as a lower Differential 
Scanning Calorimeter (DSC) peak melting point peak. Unlike conventional resins which retain a high-melting point 
over a wide density range, metallocene resin melting point is directly related to density. For example, an ethylene/ 
butene copolymer having a density of 0.905 g/cc produced using a metallocene catalyst has a peak melting point of 

40 about 100°C, while a slightly lower density ethylene/butene copolymer which was made using a conventional Ziegler 
catalyst reflects its heterogeneous nature with a melting point at about 120°C. DSC shows that the Ziegler resin is 
associated with a much wider melting point range and actually melts higher despite its lower density. 
[0018] In recent years several resin suppliers have been researching and developing metallocene catalyst technol- 
ogy. The following brief discussion should be viewed as representative rather than exhaustive of this active area of the 

45 patent literature. 

[0019] Dow in EP 416,815 disclosed the preparation of ethylene/-olefin copolymers using monocyclopentadienylsi- 
lane complexed to a transition metal. The homogeneous ethylene copolymers which may be prepared using this catalyst 
are said to have better optical properties than typical ethylene polymers and be well suited for film or injection molding. 
[0020] Welborn in Exxon U.S. 4,306,041 discloses the use of metallocene catalysts to produce ethylene copolymers 
50 which have narrow molecular weight distributions. 

[0021] Chang, in Exxon U.S. 5,088,228 discloses the production of ethylene copolymers of 1-propene, 1 -butene, 
1-hexene, and 1-octene using metallocene catalysts. 

[0022] Exxon in U.S. 4,935,397 discloses the production of ethylene copolymers using metallocene catalysts to 
manufacture polymer suitable for injection molding or therrnoforming. 
55 [0023] Welborn, in Exxon U.S. 5,084,534 discloses the use of bis(n-butylcyclopentadienyl) zirconium dichloride to 
produce high molecular weight polyethylene having a polydispersity of 1 .8 and a density of 0.955 g/cm 3 . 
[0024] In Exxon U.S. 3,1 61 ,629 a cyclopentadienyl complex is disclosed which may be used to produce polyolefins 
having controlled molecular weight and density suitable for use in extrusion or injection molding. 
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[0025] Canich in Exxon U.S. Pat. No. 5,055,438 and 5,057,475 discloses the use of mono-cyclopentadienyl catalysts 
having a unique silicon bridge which may be employed to select the stereochemical structure of the polymer. Catalysts 
such as methyl, phenyl, silyl, tetramethylcyclopentadienyl-tertbutylamido - zirconium dichloride may be used to produce 
polyethylene and ethylene copolymers suitable for films and fibers. 
5 [0026] Mitsui Toatsu in JP 63/1 75004 employed bis (cyclopentadtenyl) ethoxy-ZrCI to prepare homogeneous ethyl- 
ene copolymers, 

[0027] Mitsubishi in JP 1,101 ,315 discloses the use of bis (cyclopentadienyl)ZrCI 2 for the preparation of ethylene 
butene copolymers. 

[0028] It should be noted that at least some previously available ethylene based linear polymers approximated the 
10 physical and compositional properties achieved by the present metallocene catalyzed polyolefins. For example, in 
"Sequence and Branching Distribution of Ethylene/1 -Butene Copolymers Prepared with a Soluble Vanadium Based 
Ziegler-Natta Catalyst," Macromolecules , 1992, 25, 2820 - 2827, it was confirmed that a soluble vanadium based 
Ziegler-Natta catalytic system VOCI 3 /AI 2 (C 2 H 5 )3Cl3, acts essentially as a single site catalyst although VOCI 3 is not a 
metallocene. Homogeneous copolymers produced by such a catalyst system have been commercially available for 
« several years. An example of such are the resins sold under the tradename Tafmer(TM) by Mitsui. 

[0029] U.S. Patent No. 4,501,634 to Yoshimura et al is directed to an oriented, multilayered film which includes a 
Tafmer as a blend component in at least one layer. 

[0030] Japanese Kokoku 37907/83 to Gunze Limited was directed to a heat-sealable biaxially oriented composite 
film wherein the heat seal layer contains Tafmer in a blend. 

20 [0031] The foregoing patents disclose homogeneous ethylene alpha-olefins having densities below 0.90 g/cm 3 . Here- 
tofore, such resins have been generally unavailable in densities at and above 0.90 g/cm 3 because of limitations in the 
VOCI 3 process. Yet, U.S. Patent 1,209,825 to DuPont discloses homogeneous copolymers having densities up to 
about 0.920 made with single site Zigler catalysts. When extruded into a film the resins exhibit improved physical and 
optical properties as compared to films of heterogeneous copolymers. However, such homogeneous copolymers of 

25 densities above 0.90 g/cm 3 have been commercially unavailable. It is believed that process limitations precluded the 
manufacture of such resins in any but bench-top quantities. Metallocene catalysts, however, can provide such homo- 
geneous copolymers in a wide range of densities in commercial quantities. Thus, the processing benefits of homoge- 
neity can now be incorporated into copolymers having densities analogous to those of conventional VLDPEs and 
LLDPEs. 

30 [0032] WO 91/1 4784 discloses a heat sealable film made of a polymer blend composition comprising from 30 to 70 
weight % of low melting polymer comprising an ethylene based copolymer having a density of from 0.88 to 0.915 g/ 
cm 3 and 70 to 30 weight % of a propylene based polymer. Said ethylene based copolymer can be prepared using a 
metallocene catalyst. The heat sealable film can be a multi-layer film and may be unoriented, uniaxially oriented or bi- 
axially oriented. However, there is no disclosure of a heat shrinkable film. 

35 [0033] EP-A-0 492 656 discloses a polyethylene composition which may be made using Ziegler, Phillips and Kamin- 
sky catalysts even though the only specific catalyst disclosed is Titanium tetrachloride. Furthermore, it is only generally 
stated that said polyethylene composition can be used for producing various kinds of films, sheets, pipes, hollow con- 
tainers etc. 

[0034] US-patent 4,640,856 relates to multi-layer packaging films having improved shrink properties which comprise 
40- in their layers very low density polyethylene having a density of less than 0.910 g/cm 3 . 

[0035] It has now been found that in accordance with the present invention an especially beneficial combination of 
properties of a heat shrinkable film can be obtained using a homogeneous single site catalyzed copolymer, i.e. a 
metallocene catalyzed resin is used. 

[0036] It has been found that in accordance with the present invention that such combination of properties are es- 
45 pecially beneficial when these metallocene catalyzed resins are used in the production of heat shrinkable films and 
bags. 

[0037] It is therefore an object of the present invention to provide heat shrinkable, thermoplastic films and bags 
containing homogeneous copolymers which combine the benefits of homogeneity with the benefits of densities above 
0.90 g/cm 3 . 

50 [0038] It is a further object of the present invention to provide such thermoplastic heat-shrinkable materials which 
may be multilayered with each layer serving a function or providing some characteristic to the overall film structure. 

Summary of the Invention 

55 [0039] These as well as other objects are achieved by providing a heat shrinkable film comprising a homogeneous 
linear single site catalyzed copolymer of ethylene and an alpha-olefin having from three to ten carbon atoms, said 
copolymer having a density of at least 0.90 g/cm 3 and a molecular weight distribution of from 1 .5 to 2.5, said film having 
a free shrink as the percent dimensional change in a 1 0 cm x 1 0 cm specimen of film when subjected to a heat of 93°C 
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(200° F) measured by ASTM D 2732 of at least 10 percent in the transversal direction and 13% in the longitudinal 
direction. 

[0040] Such objects are further achieved when the single site catalyzed copolymer is blended with another thermo- 
plastic homopolymer or copolymer. 

5 [0041] According to a further preferred embodiment of the present invention, the other thermoplastic homopolymer 
or copolymer is a heterogeneous polymer of ethylene and an alpha-olefin having from 3 to 10 carbon atoms. Said 
heterogeneous copolymer can have a density below about 0.90'g/cm 3 or above about 0.90 g/cm 3 . Preferably, the other 
thermoplastic homopolymer or copolymer is a copolymer of ethylene and a second comonomer selected from the 
group consisting of vinyl acetate, alkyl acrylate, carbon monoxide, butadiene, styrene, acrylic acid and a metal-neu- 

10 tralized salt of an acrylic acid. Preferably, said thermoplastic polymer or copolymer is a homopolymer of an alpha- 
olefin, such as ethylene and an alpha-olefin having from 3 to 8 carbon atoms. Preferred embodiments of said homo- 
geneous copolymers are a copolymer of ethylene and butene, a copolymer of ethylene and hexene or a copolymer of 
ethylene and octene. 

[0042] According to a further preferred embodiment, the heat shrinkable film is a multilayer film and said homoge- 
15 neous copolymer is present in at least one layer thereof, such as in an outer layer, which may be a heat sealing layer 
or in an inner layer. 

[0043] The objects of the present invention are furthermore achieved by providing a heat shrinkable film having a 
substantially symmetrical structure comprising outer layers comprising a propylene homopolymer or copolymer, and 
a core layer comprising a homogeneous linear single site catalyzed copolymer of ethylene and an alpha-olefin having 
20 from four to eight carbon atoms, said copolymer having a density of at least 0.90 g/cm 3 and a molecular weight distri- 
bution of from 1 .5 to 2.5, wherein said film has a free shrink as the percent dimensional change in a 10 cm x 10 cm 
specimen of film when subjected to a heat of 93°C (200° F) measured by ASTM D 2732 of at least 10 percent in the 
transversal direction and 13% in the longitudinal direction. 

[0044] Moreover, the objects of the present invention are achieved by providing a heat shrinkable, multi-layer film 
25 which includes a heat sealing layer, an inner layer comprising a homogeneous linear single site catalyzed copolymer 
of ethylene and an alpha-olefin having from three to eight carbon atoms, said copolymer having a density of at least 
0.90 g/cm 3 and a molecular weight distribution of from 1 .5 to 2.5 and a barrier layer, and wherein said film has a free 
shrink as the percent dimensional change in a 10 cm x 10 cm specimen of film when subjected to a heat of 93°C 
(200°F) measured by ASTM D 2732 of at least 10 percent in the transversal direction and 13% in the longitudinal 
30 direction. Preferably, said heat sealing layer comprises a copolymer of ethylene and a comonomer selected from the 
group consisting of vinyl acetate, alkyl aery late, acrylic acid and a metal-neutralized salt of an acrylic acid, or a heter- 
ogeneous copolymer of ethylene and an alpha-olefin having from 3 to 10 carbon atoms, or a homogeneous single site 
catalyzed copolymer of ethylene and an alpha-olefin having from 3 to 1 0 carbon atoms. 

[0045] Furthermore, the objects of the present invention are achieved by providing a heat shrinkable multi-layer film 
35 comprising a heat sealing layer comprising a homogeneous linear single site catalyzed copolymer of ethylene and an 
alpha-olefin having from three to eight carbon atoms, said copolymer having a density of at least 0.90 g/cm 3 and a 
molecular weight distribution of from 1 .5 to 2.5, and a barrier layer, wherein said film has a free shrink as the percent 
dimensional change in a 1 0 cm x 1 0 cm specimen of film when subjected to a heat of 93° C (200° F) measured by ASTM 
D 2732 of at least 10 percent in the transversal direction and 13% in the longitudinal direction. 
40 [0046] The barrier layer referred to above preferably comprises a copolymer of vinylidehe chloride and methyl acr- 
ylate, or a copolymer of vinylidene chloride and vinyl chloride, or an ethylene vinyl alcohol, or a nylon. 
[0047] The multi-layer films of the present invention may include an outer abuse layer and/or at least one inner 
adhesive layer. 

[0048] Moreover, the objects of the present invention are achieved by providing a heat shrinkable film comprising at 
45 least two layers wherein at least one of said layers comprises a homogeneous linear single site catalyzed copolymer 
of ethylene and an alpha-olefin copolymer of ethylene and an alpha-olefin having from three to eight carbon atoms, 
said copolymer having a density of at least 0.90 g/cm 3 and a molecular weight distribution of from 1.5 to 2.5, and 
wherein at least one of said layers is crosslinked and wherein said film has a free shrink as the percent dimensional 
change in a 1 0 cm x 1 0 cm specimen of film when subjected to a heat of 93°C (200° F) measured by ASTM D 2732 of 
50 at least 10 percent in the transversal direction and 13% in the longitudinal direction. 

[0049] A further embodiment of the present invention relates to a heat shrinkable multi-layerfilm having a substantially 
symmetrical structure comprising outer layers comprising a homogeneous linear single site catalyzed copolymer of 
ethylene and an alpha-olefin having from three to eight carbon atoms, said copolymer having a density of at least 0.90 
g/cm 3 and a molecular weight distribution of from 1 .5 to 2.5, and an inner core layer, wherein said film has a free shrink 
55 as the percent dimensional change in a 10 cm x 10 cm specimen of film when subjected to a heat of 93°C (200°F) 
measured by ASTM D 2732 of at least 10 percent in the transversal direction and 13% in the longitudinal direction. 
Said inner core layer may comprise a copolymer of ethylene and a second comonomer selected from the group con- 
sisting of vinyl acetate, alkyl acrylate, acrylic acid and a metal-neutralized salt of an acrylic acid. Said multi-layer film 



5 



EP 0 597 502 B1 



may further include two substantially identical layers immediately adjacent opposed surfaces of said inner core layer. 
Said inner layers may comprise a heterogeneous copolymer of ethylene and an alpha-olefin having from 3 to 1 0 carbon 
atoms, or a homogeneous single site catalyzed copolymer of ethylene and an alpha-olefin having from 3 to 8 carbon 
atoms. Said outer layers preferably further include at least one heterogeneous copolymer of ethylene and and alpha- 
olefin having from 3 to 10 carbon atoms. 

Detailed Description of the Preferred Embodiments 

[0050] The present invention is directed to a heatshrinkable, thermoplastic film containing homogeneous copolymers 
of ethylene and at least one other alpha-olefin. The term "copolymer" as used herein is intended to denote polymers 
of two or more comonomers. Therefore, although the present specification generally discusses ethylene alpha-olefin 
copolymers such term is intended to encompass copolymers of ethylene with one or more alpha-olefins or ethylene 
with an alpha-olefin and another comonomer. 

[0051] The term "oriented" is used herein interchangeably with the term "heat shrinkable", these terms designating 
a material which has been stretched and set by cooling while substantially retaining its stretched dimensions. An ori- 
ented (i.e. heatshrinkable) material will tend to return to its original unstretched (unextended) dimensions when heated 
to an appropriate elevated temperature. 

[0052] The heat shrinkable film of the present invention is preferably oriented and is formed by extrusion processes 
especially art-known coextrusion methods. It is initially cooled to a solid state by, for example, cascading water or 
chilled air quenching, after which it is reheated to within its orientation temperature range and oriented by stretching. 
The stretching to orient may be accomplished in many ways such as, for example, by "blown bubble" techniques or 
"tenter framing". These processes are well known to those skilled in the art and refer to orientation procedures whereby 
the material is heated to its softening temperature and then stretched in the cross or transverse direction (TD) and/or 
in the longitudinal or machine direction (MD). After being heated and stretched, the film is quickly quenched while 
substantially retaining its stretched dimensions to cool the film rapidly and thus set or lock in the oriented molecular 
configuration. 

[0053] The film layers may be formed by coextrusion, with additional layers thereafter being extrusion coated thereon 
to form multilayer films. Two multilayer tubes may also be formed with one of the tubes thereafter being extrusion 
coated or laminated onto the other. The extrusion coating method of film formation is preferable to coextruding the 
entire film when it is desired to subject one or more layers of the film to a treatment which may be harmful to one or 
more of the other layers. This may be done where it is desired to irradiate one or more layers of a film with high energy 
electrons where the film contains a barrier layer of one or more copolymers of vinylidene chloride (e.g., Saran(TM)), 
such as vinylidene chloride and vinyl chloride or vinylidene chloride and methyl acrylate as well as vinylidene chloride 
with ethyl acrylate or acrylonitrile. 

[0054] Films of this type would, for example, comprise those where the barrier layer is a SaranfTM) layer in addition 
to or instead of an EVOH layer. Those skilled in the art generally recognize that irradiation with high energy electrons 
is generally harmful to such SaranfTM) barrier layer compositions, as irradiation may degrade and discolor Saran(TM), 
making it turn brown. Thus, if full coextrusion followed by high energy electron irradiation of the multilayer structure is 
carried out on a film having a barrier layer containing a SaranfTM) layer, the irradiation should be conducted at low 
levels and with care. Alternatively, this may be avoided by extruding a first layer or layers, subjecting the layer or layers 
to high energy electron irradiation and thereafter applying the SaranfTM) barrier layer and, for that matter, other layers 
(which may or may not have been irradiated) sequentially onto the outer surface of the extruded, previously irradiated, 
tube. This sequence allows for high energy electron irradiation of the first layer or layers without subjecting the Saran 
(TM) barrier layer to harmful discoloration. 

[0055] Thus, as used herein the term "extrusion" or the term "extruding" is intended to include coextrusion, extrusion 
coating, or combinations thereof. 

[0056] As noted, the present heat shrinkable film may optionally be subjected to an energetic radiation treatment, 
including, but not limited to corona discharge, plasma, flame, ultraviolet, and high energy electron treatment. Irradiation 
is most preferably performed prior to orientation and, in the case of a Saran-containing barrier structure, prior to ex- 
trusion coating of the barrier component. Radiation dosages are referred to herein in terms of the radiation unit "RAD," 
with one million PADS or a megarad being designated as "MR." A suitable radiation dosage of high energy electrons 
is in the range of up to about 12 MR, more preferably about 2 to about 9 MR. However, irradiation after orientation, 
regardless of structure, and performed at lower dosage levels, is also within the scope of the present invention. 
[0057] For those embodiments in which the present heat shrinkable film is a multilayer film, each layer will generally 
serve some function or provide some characteristic to the overall structure. Seal layer composition will be chosen for 
ease of heat sealing and, depending on the intended end use application, other factors such as grease resistance may 
be of importance. Outer layer composition may be chosen for abuse resistance or, where a given end use application 
requires a folded over "lap" seal, sealability to the seal layer. If a barrier layer is required it will be chosen for the degree 
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of gas or moisture impermeability needed for the ultimate product to be packaged. Further internal layers may serve 
to add bulk to the film, promote shrinkability, promote interlayer adhesion or any combination of these properties. 
[0058] The following examples are representative of the preferred embodiments of the present heat shrinkable films 
containing homogeneous linear ethylene alpha-olefin copolymers. In order to evaluate such films the following tests 
were employed: 

Tensile Strength : A measure of the force required under constant elongation to break a specimen of the film; 
measured by ASTM D 882. 

Elongation : A measure of the percent extension required to break a specimen of the film; measured by ASTM 
D882. 

Modulus : The ratio of the change in force to the change in elongation in the straight line portion of an Instron 
Tensile Testing curve; measured by ASTM D 882 - Method A. 

Tear Propagation : The force required to propagate a tear from a tiny slit made by a sharp blade in a specimen 
of the film; measured by ASTM D 1 938. 

Free Shrink : The percent dimensional change in a 10 cm. x 10 cm. specimen of film when subjected to a 
selected heat; measured by ASTM D 2732. 

Ball Burst : The energy necessary to burst and penetrate a restrained specimen of film; measured by ASTM 
D 3420. 

Instrumented Impact : The energy necessary to puncture a restrained specimen of film, similar to ball burst, 
defined above. However, the Instrumented Impact Tester has the ability to measure the tensile/elongation curve 
to break. The "gradient" is the ratio of the change in force to change in elongation in the straight line portion of the 
curve. "Peak" is a measure of the maximum force exerted on the specimen to impart rupture. "Impact Energy" is 
a measure of the energy absorbed by the sample prior to rupture. Instrumented Impact is measured by ASTM D. 
3763. 

Haze : The percentage of transmitted light which is scattered forward while passing thro ugh a specimen [meas- 
ured by ASTM D 1003 - Method A. 

Clarity : A measure of the distortion of an image viewed through a specimen; measured by ASTM D 1 746. 

Gloss : The surface reflectance or shine of a specimen; measured by ASTM D 2457, 

Parallel Plate : A bag is confined between two plates a specified distance apart and is inflated until its seal 
fails. The pressure level inside the bag at the point of failure is a measure of seal quality. Results are reported in 
meters (inches) of water pressure (MOWP) (IOWP)). 

LRHB (Linear Ramped Hot Burst): A clean sealed bag is inflated to a specified dwell pressure and the seal area 
is submerged in hot water at 83°C (182 °F). After five seconds the pressure inside the bag is increased at the rate 
of 2 inches of water/second. The time to failure and burst pressure is a measure of seal quality. Test results are 
reported in seconds and meters (inches) of water pressure (MOWP) (IOWP)). 

LRHB-G (Linear Ramped Hot Burst - Grease): The procedure is the same as the LRHB test described above 
except peanut oil is first applied to the seal area. 

VPHB (Variable Pressure Hot Burst): As with the LRHB test described above, a clean sealed bag is inflated to a 
specified dwell pressure and the seal area is submerged in hot water at 83°C (182 °F). After five seconds the 
pressure inside the bag is increased at a specified rate ranging 1 to 7 inches of water/second. Here again, test 
results are reported as seconds and meters (inches) of water pressure (PCOWP) (IOWP)). 

VPHB-G (Variable Pressure Hot Burst - Grease) : The procedure is the same as the VPHB test described above 
except peanut oil is first applied to the seal area. 
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Gel : A measure of the relative amount of ultra high molecular weight polymer present in a sample. A gel meas- 
urement can provide an indication of the level of crosslinking which is present in a sample since the amount of 
polymer which is collected as gel increases with crosslinking. Gel is determined by solvent extraction with boiling 
toluene. In this method a specimen weighting 0.4 grams is extracted for 21 hours in a cellulose thimble, removed, 
dried and reweighed. The percentage of gel is calculated by ratioing the polymer remaining (toluene insoluble 
fraction) to the original weight. However, a gel value of 0% cannot reliably indicate that no crosslinking has occurred. 
Rather, the level of crosslinking may not be great enough to provide measurable gel. 

DSC : The differential scanning calorimeter (DSC) is an instrument which measures the heat flow to a polymer 
sample during the programmed heating of it at 10 °C per minute. The trace obtained from the DSC can be used 
to characterize a sample's starting and ending melting point as well as its peak melting point(s). 

Polydispersity (Mw/Mn) : A measure of the uniformity of chain lengths within a polymer sample. It defines the 
breadth of molecular weight distribution. It is obtained by dividing the weight average molecular weight (Mw) by 
the number average molecular weight (Mn). The Mw and Mn are determined by Gel Permeation Liquid Chroma- 
tography. 

Example 1 

[0059] Approximately 30 ml of resin pellets of Exxon SLP 301 OA, a 0.910 density homogeneous ethylene butene 
copolymer having a 1 .0 melt index were placed in the center of the mylar sheets of a press assembly, as described 
above. The assembly was held at 1 60°C (320°F) for 1 minute without applied pressure. At 30 and 45 seconds the top 
press plate was lowered as close as possible without applying pressure. The pressure was then increased to 500 psi 
and was maintained for 1 minute. The mylar sheets with the platen sandwiched therebetween were removed from the 
hot steel plates to allow the plates to cool to ambient temperature. The thickness of the platen was measured at several 
sites and ranged from 0.38 - 0.46 mm (15-18 mils). 

[0060] The platen was then oriented on the T.M. Long Stretcher laboratory orientation unit at the University of Ten- 
nessee, Knoxville, Tennessee. The orientation conditions were as follows: air temperature = 95°C; dwell time = 10 
sec; stretch ratio = 3.5 x 3.5; strain ratio = 2000%; plate temperature = 120°C. The final film thickness was approxi- 
mately 0.025 mm (1 mil). 

Example 2 

[0061] A sample of Exxon SLP 3011 D, a 0.902 density homogeneous ethylene hexene copolymer having a 1 .0 melt 
index was formed into a film and oriented in accordance with the procedures set forth in Example 1 . The orientation 
conditions were as follows: air temperature = 88°C; dwell time = 15 sec.; stretch ratio = 3.5 x 3.5; strain ratio = 2000%; 
plate temperature = 105°C, The final film thickness was approximately 0.025 mm (1 mil). 

Example 3 

[0062] A second sample of Exxon SLP 301 1 D was formed into a film and oriented in accordance with the procedures 
set forth in Example 1 . The orientation conditions were as follows: air temperature = 78°C; dwell time = 20 sec; stretch 
ratio = 3.5 x 3.5; strain ratio = 2000%; plate temperature = 95°C. The final film thickness was approximately 0.025 mm 
(1 mil). 

Example 4 

[0063] A third sample of Exxon SLP 3011 D was formed into a film and oriented in accordance with the procedures 
set forth in Example 1 . The orientation conditions were as follows: air temperature = 78° C; dwell time = 30 sec; stretch 
ratio = 3.5 x 3.5; strain ratio = 2000%; plate temperature = 95°C. The final film thickness was approximately 0.025 mm 
(1 mil). 

Example 5 (Prior Art) 

[0064] A sample of Dowlex 2045 from Dow, a heterogeneous ethylene octene copolymer having a density of 0.920, 
was made into a film and oriented in accordance with the procedures set forth in Example 1 for comparative purposes. 
The orientation conditions were as follows: air temperature = 105°C; dwell time = 30 sec; stretch ratio = 3.5 x 3.5; 
strain ratio = 4000%; plate temperature = 105°C. The resultant oriented film had a thickness of approximately 0.025 
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mm (1 mil). 
Example 6 

[0065] Two platens made from Fina 8473, an ethylene propylene copolymer (EPC) with 3.1% by weight ethylene 
were pressed in accordance with the film formation process set forth in Example 1 . A third platen formed of Exxon SLP 
301 1 A, a homogeneous ethylene hexene copolymer having a density of 0.91 0 g/cm 3 and a 1 .0 M .I . made by the process 
of Example 1 was placed between the two EPC platens. The three layers were then pressed under heat and pressure 
to weld the three into a single multilayer film. 

[0066] The multilayer film was then oriented on the T.M. Longstretcher laboratory orientation unit at the University 
of Tennessee, Knoxville, Tennessee. The orientation conditions were as follows: air temperature = 105°C; dwell time 
= 30 sec; stretch ratio = 4.0 x 4.0; strain ratio = 3900%; plate temperature = 105°C. The final film thickness was 
approximately 0.025 mm (1 mil). 

Example 7 (Prior Art) 

[0067] As set forth in Example 6 above, a multilayer film was produced by pressing a platen of Exxon SLP 3011 D 
(made by the process of Example 1 ) between two platens of ethylene propylene copolymer. 
[0068] The film was oriented under the following conditions: air temperature = 1 00°C; dwell time = 30 sec; stretch 
ratio = 4.0 x 4.0; strain ratio = 3900%; plate temperature = 100°C. The final film thickness was approximately 0.025 
mm (1 mil). 

Example 8 (Prior Art) 

[0069] As set forth in Example 7 above, a multilayer film was produced by pressing a platen of Dowlex 2045 between 
two platens of ethylene propylene copolymer for comparative purposes. 

[0070] The film was oriented under the following condition: air temperature = 114,5°C; dwell time = 30 sec; stretch 
ratio = 4.0 x 4.0; strain ratio = 3900%; plate temperature = 115°C. The final film thickness was approximately 0.025 
mm (1 mil). 

Example 9 

[0071] Several physical properties of the oriented monolayer film samples of Example 1 - 5 were evaluated and are 
given below in Table 1 . The film of Example 5 is representative of the prior art and is given for comparative purposes. 



Table 1 



Property/ 


Film of 


Ex. 1 


Ex.2 


Ex.3 


Ex.4 


Comp. Ex. 5 


Tensile, (psi) 


(15,300) 


(22,917) 


(19,088) 


(18,822) 


(13,500) 


MPa 


105.49 


158.01 


131.61 


129.77 


93.079 


Elongation, % 


142 


160 


201 


175 


181 


Modulus, MPa 


186.16 


113.79 


93.093 


102.81 


317.16 


(psi) 


(27,000) 


(16,504) 


(13,502) 


(14,912) 


(46,000) 


Tear Propogation 


88 


10 


87 


54 


110 


grams 












Free Shrink, % (at 


13/10 


43/38 


50/48 


55/53 


3/6 


93 °C (200°F)) 












Ball Burst cm - kg 


11.0 


45 


50+ 


50+ 


5.3 


Instrumented 


15.0 


31 


65 


60 


5.0 


Impact 












Haze, % 


5.9 


0.5 


1.0 


1.4 


2.7 


Clarity, % 


44 


89 


81 


83 


80 


Gloss, 45 deg. 


65 


95 


89 


88 


77 



[0072] The numbers shown for tear propogation for each film are subject to a very high standard deviation. 
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Example 10 

[0073] As in Example 9 above, several physical properties of the oriented multilayer film samples of comparative 
Examples 6 - 8 were evaluated and are given in Table II below. 



Table II 



Property/ 


Film of 


Comp. Ex. 6 


Comp. Ex. 7 


Comp. Ex. 8 


Tensile, (psi) 


(9100) 


(7027) 


(8000) 


MPa 


62.74 


48.45 


55.16 


Elongation, % 


77 


82 


91 


Modulus, MPa 


591.57 


459.35 


517.11 


(psi) 


(85,800) 


(66,623) 


(75,000) 


Tear Propogation grams 


4.5 


5 


15.8 


Free Shrink, % 


7-6 


11-13 


3-2 


Ball Burst cm - kg 


5 


6 


4 


Instrumented Impact 


10 


7 


8 


Haze,% 


1.1 


1.5 


2,2 


Clarity, % 


85 


85 


24 


Gloss, 45 deg. 


89 


84 


85 



Example 11 

[0074J A three layer coextruded precursor film having the structure inner layer/core layer/outermost adhesive layer 
was formed. The inner layer was Elvax 3128 from DuPont, an ethylene vinyl acetate with 8.9% vinyl acetate (EVA-1 ); 
the core layer was Exxon SLP 301 1D; and the outermost layer was Escorene LD-720.92 from Exxon, an ethylene vinyl 
acetate having 19% vinyl acetate (EVA-2). The precursor film was irradiated to 2 MR and thereafter extrusion coated 
with a barrier layer of a vinylidene chloride methyl acrylate from Dow and an outer abuse layer of LD 318.92 from 
Exxon, an ethylene vinyl acetate with 9% VA (EVA-3) to yield a resultant five layer film having the basic structure.: 

EVA-1/core/EVA-2/barrier /EVA-3 
[0075] The five layer film was then oriented by a trapped bubble method out of hot water with both the preheat and 
hot bath temperatures at 195°C. 

Examples 12-22 

[0076] The procedure set forth in Example 11 was repeated eleven times, each time resulting in the basic structure: 

EVA-1 /core/EVA-2/Saran MA/EVA-3 
[0077] Table III, below, outlines the variations in irradiation dosage, orientation preheat and hot bath temperatures 
and core layer composition . Example 1 9-22 are representative of the prio r art and are shown for comparative purposes. 
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Table III 



Example 


Dose 


Preheat 


Hotbath 


Core 


11 


2mr 


195 


195 


SLP 3011D 


12 


4MR 


195 


195 


SLP 3 01 ID 


13 


2MR 


210 


210 


SLP 3011D 


14 


4MR 


210 


210 


SLP 3011D 


15 


2MR 


195 


195 


SLP 3011B 


16 


4MR 


195 


195 


SLP 3011B 


17 


2MR 


210 


210 


SLP 3011B 


18 


4 MR 


210 


210 


SLP 3011B 




2 MR 


195 


195 


Attane 4203 




4 MR 


195 


195 


Attane 4203 














2MR 


210 


210 


Attane 4203 


22 J 


4MR 


210 


210 


At cane 4203 



[0078] Exxon SLP 301 1 B Is a homogeneous ethylene hexene copolymer having a density of 0.905 g/cm 3 and a 2.1 
M.I. Attane 4203 Is a heterogeneous ethylene octene copolymer having a density of 0.905 g/cm 3 . 
[0079] The oriented multilayer films of Examples 1 1 -22 were tested for free shrink and instrumented impact with the 
results given below in Table IV. It may be seen that when comparing the metallocene resin films of Examples 11 and 
1 5 or 1 2 and 1 6 with the comparative examplecounterparts of 1 9 and 20, a substantial improvement in impact resistance 
is seen. Similarly, a comparison of Examples 13 and 17 or 14 and 18 with their respective comparative heterogeneous 
Examples 21 and 22 show an improved impact for the metallocene resins. 

Table IV 

Ex. # Free Shrink Instrumented Impact 

L T Peak Grad' Energy 

Vc^ Qps.) M/ m Gb/in.) N*fft.lb) 

£3*186.8) a3«T56.^ *.©3fc.97} 

^.o(S6.Q) 9*4?(55.2) 8.U.C6.06) 

U4 07.U Mt<K33.2) 2.fiiU.96) 

ti.©(46.4) 5IVK33.51 3.?< (2.741 

lf.i(77.4; 9sft3<53.51 *.«6.34) 

31.6(71. So3fC51.6) S\»(4.12> 

I$.>143.5> 4S"iS"f37.2> s.7©G.73) 

*r.«66.4> «*3K37.9> S-.VX(4.17\ 

i«»*64.2> *»5*<46.0/ 3.JH2.91) 

ZSja<5 5 . 1\ (4 9 . 4) 3^/2 . 6 3) 

\M>(AQ.9) 6SWG7.6» 2.WL.95; 

2fi.J(46.1> ?|t+r(.40.3) 2XQ..2Q) 



11 


31 


45 


12 


31 


45 


13 


14 


34 


14 


17 


34 


15 


30 


41 


16 


30 


42 


17 


17 


35 


18 


18 


34 


191 


30 


45 




30 


45 




20 


37 


22J 


21 


38 
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Example 23 

[0080] A two layer coextruded precursor film was formed having an inner layer of Exxon SLP-1 -277, as homogeneous 
ethylene butene copolymer having a density of 0.900 g/cm 3 and a 2.0 M.I. and a second layer of Excorene LD-720.92 
from Exxon, EVA-1. 

[0081 ] Following irradiation the precursor film was extrusion coated with a barrier layer of a vinylidene chloride methyl 
acrylate supplied by Dow and an outer layer of LD 318-92 from Exxon, EVA-2. Thereafter the total structure was 
oriented out of hot water by a trapped bubble technique. The final film structure and target percent thickness per layer 
was: 

SLP-1 -277/EVA-1//Saran/EVA-2 
14.71% 50.84% 9.24% 25.21% 

Example 24 

[0082] The procedure set forth in Example 23 was repeated with the exception that the inner layer of the precursor 
film was Exxon SLP-1 -291 , a homogeneous ethylene butene copolymer having a density of 0.904 g/cm 3 and a 2.5 M.I. 

Example 25 

[0083] The procedure set forth in Example 23 was repeated with the exception that the inner layer of the precursor 
film was Exxon SLP-1 -342, a homogeneous ethylene hexene copolymer having a density of 0.905 g/cm 3 and a 1 .5 M.I. 

Example 26 

[0084] For comparative purposes the procedure set forth in Example 23 was repeated with the exception that the 
inner layer of the precursor film was a blend of 90% by weight of NA 295-000 an ethylene vinyl acetate copolymer 
having 6.7% vinyl acetate supplied by Quantum , and 1 0% by weight of Dowlex 2045, a heterogeneous ethylene octene 
'copolymer having a density of 0.920 g/cm 3 , supplied by Dow. Such blend in a heat sealing layer is representative of 
the prior art. 

Examples 27-38 

[0085] The film tubing produced in each of Examples 23-26 was converted to 20.3 cm (eight inch) side seal bags 
with the side seal machine running at 1 00 bags/minute at 6.0, 7.5 and 9.0 A (amps), respectively. Only very weak seals 
could be formed for each structure below 6.0 A (amps) and sealing above 9.0 A (amps) was precluded by puckering. 
[0086] The samples were subjected to parallel plate, VPHB and VPHB-G tests. The results are shown in Table V 
below. 
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Table v 



5 


Ex.1 Film of 


A 


Parallel 
Plate 


VPHB 


VPHB 




27 


23 


6.0 


123.3 


7.4 


4.6 


10 


28 


23 


7.5 


120.8 


13.4 


10.7 




29 


23 


9.0 


144.8 


13.3 


12.6 


15 


30 


24 


6.0 


138.6 


0 


7.6 




31 


24 


7.5 


143.4 


14.1 


10.7 




32 


24 


9.0 


140.9 


15.5 


13.2 


20 


33 


25 


6.0 


138,0 


24.5 


22.9 




34 


25 


7.5 


148.0 


31.1 


32.6 


25 


35 


25 


9.0 


147.7 


33.1 


33.4 






| 26 


6.0 


146.9 


20.4 


14.5 




"1 


fcmf. 26 


7.5 


145.9 


21.7 


19.7 


30 


38 


1 26 


9.0 


159.0 


23.4 


22.9 



Example 39 

35 

[0087] A two layer coextruded precursor film was formed having an inner layer of Exxon SLP 901 7 a homogeneous 
ethylene hexene copolymer having a density of 0.920 g/cm 3 and a 3.0 M.I. and an outermost layer of Excorene LD 
720.92 from Exxon, EVA-1. 

[0088] Following irradiation the precursor film was extrusion coated with a first barrier layer of a vinylidene chloride 
40 methyl acrylate supplied by Dow, a second layer of EVA-1 and an abuse layer of LD 318.92 from Exxon, EVA-2. The 
film structure was then oriented out of hot water by a trapped bubble technique. The final overall structure and target 
percent thickness per layer was: 

SLP 9017/EVA-1//Saran/EVA-1/EVA-2 

1 4,58% 50.42% 1 0% 12.5% 1 2.5% 

45 

Example 40 

[0089] The procedure set forth in Example 39 was repeated with the exception that the inner layer of the precursor 
film was formed of a blend of 90% by weight of Exxon SLP 901 7 and 1 0% by weight of Exxon SLP 4008, a homogeneous 
50 ethylene hexene copolymer having a density of 0.885 g/cm 3 and a 4 M.I. 

Example 41 

[0090] The procedure set forth in Example 39 was repeated with the exception that the inner layer of the precursor 
55 film was formed of a blend of 80% by weight of Exxon SLP 9017 and 20% by weight Exxon SLP 4008. 
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Example 42 

[0091] The procedure set forth in Example 39 was repeated with the exception that the inner layer of the precursor 
film was formed of a blend of 70% by weight of Exxon SLP 901 7 and 30% by weight of Exxon SLP 4008. 

Example 43 

[0092] The procedure set forth in Example 39 was repeated with the exception that the inner layer of the precursor 
film was formed of a blend of 60% by weight of Exxon SLP 9017 and 40% by weight of Exxon SLP 4008. 

Example 44 

[0093] The procedure set forth in Example 39 was repeated with the exception that the inner layer of the precursor 
film was formed of a blend of 90% by weight of Dowlex 2045 and 1 0% by weight of Exxon SLP 90 1 3, a homogeneous 
ethylene hexene copolymer having a density of 0.898 g/cm 3 and a 3.2 M.I. 

Example 45 

[0094] The procedure set forth in Example 39 was repeated with the exception that the inner layer of the precursor 
film was formed of a blend of 80% by weight of Dowlex 2045 and 20% by weight of Exxon SLP 9013. 

Example 46 

[0095] The procedure set forth in Example 39 was repeated with the exception that the inner layer of the precursor 
was formed of a blend of 70% by weight of Dowlex 2045 and 30% by weight of Exxon SLP 9013. 

Example 47 

[0096] The procedure set forth in Example 39 was repeated with the exception that the inner layer of the precursor 
film was formed of a blend of 60% by weight of Dowlex 2045 and 40% by weight of Exxon SLP 901 3. 

Examples 48-57 

[0097] The films of Examples 39-47 and Example 26 were formed into side seal bags and were subjected to parallel 
plate, LRHB-G (linear ramped hot burst grease) and VPHB-G tests. Results for all three tests for each sample are 
given in Table VI below. 

[0098] Example 57 represents test results for the film of Example 26, the closest available prior art structure. 



Table VI 



EX# 


FILM OF EX.# 


PP MOWP (IOWP) 


LRHB-G 


LPHB-G 


SEC 


MOWP (IOWP) 


SEC 


MOWP (IOWP) 


48 


39 


4.37(172) 


21 


1.12 (44) 


44 


1.14(45) 


49 


40 


4.27 (168) 


20 


1.04 (41) 


43 


1.14(45) 


50 


41 


3.86 (152) 


18 


0.97 (38) 


44 


1 .02 (40) 


51 


42 


3.61 (142) 


17 


0.91 (36) 


42 


0.99 (39) 


52 


43 


3.51 (138) 


17 


0.89 (35) 


49 


0.89 (35) 


53 


44 


3.30 (130) 


17 


0.89 (35) 


35 


0.94 (37) 


54 


45 


3.45 (136) 


18 


0.94 (37) 


42 


0.97 (38) 


55 


46 


3.84(151) 


19 


0.97 (38) 


49 


1.04 (41) 


56 


47 


3.71 (146) 


19 


0.97 (38) 


56 


0.97 (38) 


57 Comp. 


26 


3.68 (145) 


16 


0.76 (30) 


28 


0.84 (33) 



Examples 58-61 

[0099] Four monolayer platens were pressed from samples of Exxon SLP 301 1 A, a homogeneous ethylene hexene 
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copolymer having a density of 0.91 0 and a 1 .0 M.I. substantially as described by the film forming process of Example 
1 above. One platen was not irradiated while the other three were irradiated to dosages of 3 MR, 4.5 MR and 7 MR 
respectively. Thereafter, each platen was oriented on the T.M. Long Stretcher substantially as described in the orien- 
tation procedure of Example 1 above. Each platen was oriented at 92°C. Thereafter, the resultant oriented films were 
measured for percent gel and instrumented impact at peak load and energy to break. The results are detailed in Table 
VII below. 



Table VII 



EX# 


MR 


%GEL 


INSTRUMENTED IMPACT Peak (kg (lb)) 


58 


0 


0 


17.2(38) 


59 


3 


0 


21.3 (47) 


60 


4.5 


32.7 


19.0 (42) 


61 


7 


56.0 


17.7 (39) 



Examples 62-65 

[0100] Four monolayer platens were pressed from samples of Exxon SLP 301 1 D by the procedure set forth above 
for Examples 58-61 . However, each platen was oriented at 85°C. Test results are shown in Table VIII below. 



Table VIII 



EX# 


MR 


%GEL 


INSTRUMENTED IMPACT Peak (kg (lb)) 


62 


0 


0 


18,1 (40) 


63 


3 


0 


17.7 (39) 


64 


4.5 


23.2 


19.1 (42) 


65 


7 


56.0 


21.3 (47) 



Examples 66-73 

[0101] The films of Examples 58 - 65 above were tested to determine tensile strength elongation and modulus in 
both the transverse and longitudinal directions. The results are given in Table IX below. 



Table IX 



Ex# 


Film of Ex.# 


Tensile ( MPa (psi)) L/T 


Elongation (%) L/T 


Modulus x 1000 (MPa (psi)) L/T 


66 


58 


106/134(15400/19500) 


115/215 


0.150/0.203 (21.9/29.5) 


67 


59 


119/122(17300/1 7700) 


120/200 


0.170/0.121 (24.7/17.5) 


68 


60 


112/141 (16200/20400) 


105/270 


0.172/0.186 (24.9/27.0) 


69 


61 


162/110(23500/16000) 


150/150 


0,119/0.199 (17.2/28.8) 


70 


62 


102/103(14800/15000) 


160/210 


0.077/0.107 (11.1/15.5) 


71 


63 


139/69.6(20200/10100) 


160/180 


0.730/0.986 (10.6/14.3) 


72 


64 


121 /84.1 (17500/12200) 


140/180 


0.917/0.058 (13.3/8.4) 


73 


65 


103/89.6 (15000/13000) 


140/190 


0.071 /0.88 (10.3/12.7) 



Example 74 



[0102] A two layer coextruded precursor film was formed having an inner layer of LD 318.92 from Exxon, EVA-1 , 
and a second layer of Exxon SLP 301 0D, a homogeneous ethylene butene copolymer having a density of 0.902 and 
a 1 .0 M.L The precursor film was irradiated at a dosage of 4.5 MR. 

[0103] Thereafter, the precursor film was extrusion coated with a barrier layer of a vinylidene chloride methyl acrylate 
supplied by Dow, and then a layer of EP 4062-3 an ethylene vinyl acetate having 15% vinyl acetate EVA-2 and an 
abuse layer of EVA-1 . 

[0104] The total structure was oriented out of hot water with a preheat temperature of 1 95°C and a hot bath temper- 
ature of 1 88°C. The resultant oriented film had a structure and percent thickness per layer as follows: 

EVA-1 /SLP 3011 D//Saran/EVA-2/EVA-1 

14.29% 51.43% 9.80 16.33% 8.16 
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Example 75 

[0105] The procedure set forth in Example 74 was repeated with the exception that the total structure was oriented 
out of hot water with a preheat temperature of 1 88°C and a hot bath temperature of 1 61°C. 

Example 76 

[0106] The procedure set forth in Example 74 was repeated with the exception that the second layer of the precursor 
film was Exxon SLP 301 1 D and the total structure was oriented out of hot water with a preheat temperature of 1 88°C 
and a hot bath temperature of 181°C. 

Examples 77-79 

[0107] The films made by the procedures of Examples 74-76 above were tested for instrumented impact at peak 
load and energy to break as well as free shrink at 91°C (1 95°F) in both the longitudinal and transverse directions. The 
results of these tests are given in Table X below. 



Table X 



Ex.# 


Film of Ex.# 


Instrumented impact Peak 


Free Shrink 


L 


T 


77 


74 


68.1 


51 


63 


78 


75 


66.3 


51 


63 


79 


76 


86.4 


45 


56 



Example 80 

[0108] A palindromic five layer coextruded film having an A/B/C/B/A structure was oriented out of hot air at 115°C. 
The skin layers A were each 1 00% of Exxon SLP 901 7, a homogeneous ethylene hexene copolymer having a density 
of 0.920 g/cm 3 . The internal layers B were each 100% of Dowlex 2045, a heterogeneous ethylene octene copolymer 
having a density of 0.920 g/cm 3 , supplied by Dow. The core layer C was 100% of PE 1335, an ethylene vinyl acetate 
having 3.3% vinyl acetate supplied by Rexene. The percent thicknesses of the layers were as follows: 



A 


B 


C 


B 


A 


16.7% 


25% 


16.7% 


25% 


16,7% 



Example 81 

[01 09] A palindromic three layer coextruded film having an A/B/A structure was oriented out of hot air at 1 13°C. The 
skin layers A were a blend of 25% by weight of Exxon 301 1 D, a homogeneous ethylene hexene copolymer having a 
0.920 g/cm 3 density, 25% by weight of Dowlex 2037, a heterogeneous ethylene octene copolymer having a density of 
0.935 g/cm 3 supplied by Dow, and 50% by weight of Dowlex 2045. The percent thicknesses of the layers were as follows: 



N 


B/ 


A 


25% 


50% 


25% 



[0110] The oriented film had excellent optical properties. However, the slip properties were poor. 
Example 82 

[0111] The procedure of Example 81 was repeated with the exception that the SLP 3011 D of the skin layer was 
replaced with Exxon SLP 3011 A, a homogeneous ethylene hexene copolymer having a density of 0.910 g/cm 3 . Here 
again, the present oriented film had excellent optical properties. 
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Example 83 

[01 1 2} The procedure of Example 81 was repeated with the exception that the skin layers A were a blend of 84% by 
weight of Exxon SLP 0233, a homogeneous ethylene hexene copolymer having a density of 0.922 and 1 6% by weight 
of Attane 4202, a heterogeneous ethylene octene copolymer having a density of 0.912 g/cm 3 
[0113] The foregoing description of preferred embodiments of the invention have been presented for purposes of 
illustration and description. It is not intended to be exhaustive or to limit the invention to the precise form disclosed, 
and modifications and variations are possible in light of the above teachings or may be acquired from practice of the 
invention . The embodiment were chosen and described in order to explain the principles of the invention and its practical 
application to enable one skilled in the art to utilize the invention in various embodiments and with various modifications 
as are suited to the particular use contemplated. It is intended that the scope of the invention be defined by the claims 
appended hereto, and their equivalents. 



Claims 

1 . A heat shrinkable film comprising a homogeneous linear single site catalyzed copolymer of ethylene and an alpha- 
olefin having from three to ten carbon atoms, said copolymer having a density of at least 0.90 g/cm 3 and a molecular 
weight distribution of from 1 .5 to 2.5, said film having a free shrink as the percent dimensional change in a 1 0 cm 
x 10 cm specimen of film when subjected to a heat of 93°C (200° F) measured by ASTM D 2732 of at least 10 
percent in the transversal direction and 13% in the longitudinal direction. 

2. A heat shrinkable film as set forth in claim 1 , wherein said single site catalyzed copolymer is blended with another 
thermoplastic homopolymer or copolymer. 

3. A heat shrinkable film as set forth in claim 2, wherein said other thermoplastic homopolymer or copolymer is a 
heterogeneous polymer of ethylene and an alpha-olefin having from three to ten carbon atoms. 

4. A heat shrinkable film as set forth in claim 3 wherein said heterogeneous copolymer has a density below 0.90 g/cm 3 . 

5. A heat shrinkable film as set forth in claim 3 wherein said heterogeneous copolymer has a density above 0.90 g/cm 3 . 

6. A heat shrinkable film as set forth in claim 2, wherein said other thermoplastic homopolymer or copolymer is a 
copolymer of ethylene and a second comonomer selected from the group consisting of vinyl acetate, alky! acrylate, 
carbon monoxide, butadiene, styrene, acrylic acid, and a metal neutralized salt of an acrylic acid. 

7. A heat shrinkable film as set forth in claim 2, wherein said thermoplastic homopolymer or copolymer is a homopol- 
ymer of an alpha-olefin. 

8. A heat shrinkable film as set forth in claim 2, wherein said other copolymer is a copolymer of ethylene and an 
alpha-olefin having from three to eight carbon atoms. 

9. A heat shrinkable thermoplastic film as set forth in claim 8 wherein said homogeneous copolymer is a copolymer 
of ethylene and butene, or a copolymer of ethylene and hexene, or a copolymer of ethylene and octene. 

10. A heat shrinkable film as set forth in claims 1 to 9, wherein said film is a multilayer film and said homogeneous 
copolymer is present in at least one layer of said multilayer film. 

11. A heat shrinkable film as set forth in claim 10, wherein said homogeneous copolymer is present in an outer layer. 

12. A heat shrinkable film as set forth in claim 11 , wherein said outer layer is a heat sealing layer. 

13. A heat shrinkable film as set forth in claim 10, wherein said homogeneous copolymer is present in an inner layer. 

14. A heat shrinkable film having a substantially symmetrical structure comprising: 

outer layers comprising a propylene homopolymer or copolymer; and 

a core layer comprising a homogeneous linear single site catalyzed copolymer of ethylene and an alpha-olefin 
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having from four to eight carbon atoms, said copolymer having a density of at least 0.90 g/cm 3 and a molecular 
weight distribution of from 1 .5 to 2.5, 

wherein said film has a free shrink as the percent dimensional change in a 10 cm x 10 cm specimen of film when 
subjected to a heat of 93°C (200°F) measured by ASTM D 2732 of at least 1 0 percent in the transversal direction 
and 13% in the longitudinal direction. 

15. A heat shrinkable film as set forth in claim 14, wherein said propylene homopolymer or copolymer is a copolymer 
of from 1 00 % to 90 % by weight of propylene and from 0 % to 1 0 % by weight of ethylene. 

16. A heat shrinkable multilayer film comprising: 

a heat sealing layer; 

an inner layer comprising a homogeneous linear single site catalyzed copolymer of ethylene and an alpha- 
oiefin having from three to eight carbon atoms, said copolymer having a density of at least 0.90 g/cm 3 and a 
molecular weight distribution of from 1 .5 to 2.5; 
a barrier layer; and 

wherein said film has a free shrink as the percent dimensional change in a 1 0 cm x 1 0 cm specimen of film when 
subjected to a heat of 93°C (200°F) measured by ASTM D 2732 of at least 1 0 percent in the transversal direction 
and 13% in the longitudinal direction. 

1 7. A heat shrinkable multilayer film as set forth in claim 1 6, wherein said heat sealing layer comprises a copolymer 
of ethylene and a comonomer selected from the group consisting of vinyl acetate, alkyl acrylate, acrylic acid, and 
a metal neutralized salt of an acrylic acid, or a heterogeneous copolymer of ethylene and an alpha-olefin having 
from three to ten carbon atoms, or a homogeneous single site catalyzed copolymer of ethylene and an alpha-olefin 
having from three to ten carbon atoms. 

18. A heat shrinkable multilayer film comprising: 

a heat sealing layer comprising a homogeneous linear single site catalyzed copolymer of ethylene and an 
alpha-olefin having from three to eight carbon atoms, said copolymer having a density of at least 0.90 g/cm 3 
and a molecular weight distribution of from 1 .5 to 2.5; 
and a barrier layer. 

wherein said film has a free shrink as the percent dimensional change in a 10 cm x 10 cm specimen of film when 
subjected to a heat of 93°C (200° F) measured by ASTM D 2732 of at least 1 0 percent in the transversal direction 
and 13% in the longitudinal direction. 

1 9. A heat shrinkable multilayer film as set forth in claims 1 6 or 1 8, wherein said barrier layer comprises a copolymer 
of vinylidene chloride and methyl acrylate, or a copolymer of vinylidene chloride and vinyl chloride, or an ethylene 
vinyl alcohol, or a nylon. 

20. A heat shrinkable multilayer film as set forth in claims 16 to 19, including an outer abuse layer. 

21. A heat shrinkable multilayer film as set forth in claims 16 to 20, further including at least one inner adhesive layer. 

22. A heat shrinkable film comprising at least two layers wherein at least one of said layers comprises a homogeneous 
linear single site catalyzed copolymer of ethylene and an alpha-olefin copolymer of ethylene and an alpha-olefin 
having from three to eight carbon atoms, said copolymer having a density of at least 0.90 g/cm 3 and a molecular 
weight distribution of from 1 .5 to 2.5, and wherein at least one of said layers is crosslinked and wherein said film 
has a free shrink as the percent dimensional change in a 10 cm x 10 cm specimen of film when subjected to a 
heat of 93°C (200°F) measured by ASTM D 2732 of at least 10 percent in the transversal direction and 13% in 
the longitudinal direction. 

23. A heat shrinkable multilayer film having a substantially symmetrical structure comprising: 

outer layers comprising a homogeneous linear single site catalyzed copolymer of ethylene and an alpha-olefin 
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having from three to eight carbon atoms, said copolymer having a density of at least 0.90 g/cm 3 and a molecular 
weight distribution of from 1 .5 to 2.5; 

and an inner core layer, 

wherein said film has a free shrink as the percent dimensional change in a 1 0 cm x 1 0 cm specimen of film when 
subjected to a heat of 93°C (200°F) measured by ASTM D 2732 of at least 1 0 percent in the transversal direction 
and 13% in the longitudinal direction. 

24. A heat shrinkable multilayer film as set forth in claim 23, wherein said inner core layer comprises a copolymer of 
ethylene and a second comonomer selected from the group consisting of vinyl acetate, a Iky I aery late, acrylic acid, 
and a metal neutralized salt of an acrylic acid. 

25. A heat shrinkable multilayer film as set forth in claim 23 and 24 further including two substantially identical inner 
layers immediately adjacent opposed surfaces of said inner core layer. 

26. A heat shrinkable multilayer film as set forth in claim 25, wherein said inner layers comprise a heterogeneous 
copolymer of ethylene and an alpha-olefin having from three to ten carbon atoms, or a homogeneous single site 
catalyzed copolymer of ethylene and an alpha-olefin having from three to eight carbon atoms. 

27. A heat shrinkable multilayer film as set forth claims 23 to 26, wherein said outer layers include at least one further 
heterogeneous copolymer of ethylene and an alpha-olefin having from three to ten carbon atoms. 



Patentanspriiche 

1 . Warmeschrumpfbare Folie, umfassend ein homogenes lineares Single-Site-katalysiertes Copolymer aus Ethylen 
und einem alpha-Olefin mit drei bis zehn Kohlenstoffatomen, wobei das Copolymer eine Dichte von mindestens 
0,90 g/cm 3 und eine Molekulargewichtsverteilung von 1 ,5 bis 2,5 aufweist, wobei die Folie eine freie Schrumpfung 
als prozentuale Dimensionsanderung in einem 10 cm x 10 cm-Teststiick der Folie von mindestens 10% in der 
Querrichtung und 13% in der Langsrichtung aufweist, wenn sie einer Warme von 93°C (200°F) ausgesetzt wird, 
gemessen nach ASTM D 2732. 

2. Warmeschrumpfbare Folie nach Anspruch 1, worin das Single-Site-katalysierte Copolymer mit einem weiteren 
thermoplastischen Homopolymer oder Copolymer gemischt ist. 

3. Warmeschrumpfbare Folie nach Anspruch 2, worin das andere thermoplastische Homopolymer oder Copolymer 
ein heterogenes Polymer aus Ethylen und einem alpha-Olefin mit drei bis zehn Kohlenstoffatomen ist. 

4. Warmeschrumpfbare Folie nach Anspruch 3, worin das heterogene Copolymer eine Dichte unterhalb von 0,90 g/ 
cm 3 aufweist. 

5. Warmeschrumpfbare Folie nach Anspruch 3, worin das heterogene Copolymer eine Dichte oberhalb von 0.90 g/ 
cm 3 aufweist. 

6. Warmeschrumpfbare Folie nach Anspruch 2, worin das andere thermoplastische Homopolymer oder Copolymer 
ein Copolymer aus Ethylen und einem zweiten Comonomer, ausgewahlt aus der Gruppe, bestehend aus Vinyla- 
cetat, Alkylacrylat, Kohlenmonoxid, Butadien, Styrol, Acrylsaure, und einem Metall-neutralisierten Salz einer Acryl- 
saure, darstellt. 

7. Warmeschrumpfbare Folie nach Anspruch 2, worin das thermoplastische Homopolymer oder Copolymer ein Ho- 
mopolymer eines alpha-Olefins darstellt. 

8. Warmeschrumpfbare Folie nach Anspruch 2, worin das andere Copolymer ein Copolymer aus Ethylen und einem 
alpha-Olefin mit drei bis acht Kohlenstoffatomen ist. 

9. Warmeschrumpfbare thermoplastische Folie nach Anspruch 8, worin das homogene Copolymer ein Copolymer 
aus Ethylen und Buten oder ein Copolymer aus Ethylen und Hexen oder ein Copolymer aus Ethylen und Octen ist. 
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10. Warrneschrumpfbare Folie nach einem der Anspruche 1 bis 9, worin die Folie eine Multischichtfolie darstellt und 
das homogene Copolymer in mindestens einer Schicht der Multischichtfolie vorliegt. 

11. Warrneschrumpfbare Folie nach Anspruch 10, worin das homogene Copolymer in einer auGeren Schicht vorliegt. 

12. Warrneschrumpfbare Folie nach Anspruch 11 , worin die auf3ere Folie eine HeiRsiegelschicht darstellt. 

13. Warrneschrumpfbare Folie nach Anspruch 10, worin das homogene Copolymer in einer inneren Schicht vorliegt. 

14. Warrneschrumpfbare Folie mit einer im Wesentlichen symmetrischen Struktur, umfassend: 

auBere Schichten, umfassend ein Propylenhomopolymer oder -Copolymer; und 

eine Kernschicht, umfassend ein homogenes lineares Single-Site-katalysiertes Copolymer aus Ethylen und 
einem alpha-Olefin mit vier bis acht Kohlenstoffatomen, wobei das Copolymer eine Dichte von mindestens 
0,90 g/cm 3 und eine Molekulargewichtsverteilung von 1 ,5 bis 2,5 aufweist, 

worin die Folie eine freie Schrumpfung als die prozentuale Dimensionsanderung in einem 1 0 cm x 1 0 cm-Teststuck 
der Folie von mindestens 10% in der Querrichtung und 13% in der Langsrichtung aufweist, wenn sie einer Warme 
von 93°C (200°F) ausgesetzt wird, gemessen nach ASTM D 2732. 

15. Warrneschrumpfbare Folie nach Anspruch 14, worin das Propylenhomopolymer oder -Copolymer ein Copolymer 
aus 100 Gew.-% bis 90 Gew.-% Propylen und 0 Gew.-% bis 10 Gew.-% Ethylen darstellt. 

16. Warrneschrumpfbare Multischichtfolie, umfassend: 

eine HeiBsiegelschicht; 

eine innere Schicht, umfassend ein homogenes lineares Single-Site-katalysiertes Copolymer aus Ethylen und 
einem alpha-Olefin mit drei bis acht Kohlenstoffatomen, wobei das Copolymer eine Dichte von mindestens 
0,90 g/cm 3 und eine Molekulargewichtsverteilung von 1 ,5 bis 2,5 aufweist; 
eine Barriereschicht; und 

worin die Folie eine freie Schrumpfung als die prozentuale Dimensionsanderung in einem 1 0 cm x 1 0 cm-Teststuck 
der Folie von mindestens 1 0% in der Querrichtung und 1 3% in der Langsrichtung aufweist, wenn sie einer Warme 
von 93°C (200° F) ausgesetzt wird, gemessen nach ASTM D 2732, 

17. Warrneschrumpfbare Multischichtfolie nach Anspruch 16, worin die HeiBsiegelschicht ein Copolymer aus Ethylen 
und einem Comonomer, ausgewahlt aus der Gruppe, bestehend aus Vinylacetat, Alkylacrylat, Acrylsaure, und 
einem Metall-neutralisierten Salz einer Acrylsaure, oder ein heterogenes Copolymer aus Ethylen und einem alpha- 
Olefin mit drei bis zehn Kohlenstoffatomen, oder ein homogenes Single-Site-katalysiertes Copolymer aus Ethylen 
und einem alpha-Olefin mit drei bis zehn Kohlenstoffatomen umfasst. 

18. Warrneschrumpfbare Multischichtfolie, umfassend: 

eine HeiGsiegelschicht, umfassend ein homogenes lineares Single-Site-katalysiertes Copolymer aus Ethylen 
und einem alpha-Olefin mit drei bis acht Kohlenstoffatomen, wobei das Copolymer eine Dichte von mindestens 
0,90 g/cm 3 und eine Molekulargewichtsverteilung von 1 ,5 bis 2,5 aufweist; und 
eine Barriereschicht, 

worin die Folie eine freie Schrumpfung als die prozentuale Dimensionsanderung in'einem 1 0 cm x 1 0 cm-Teststuck 
der Folie von mindestens 1 0% in der Querrichtung und 13% in der Langsrichtung aufweist, wenn sie einer Warme 
von 93°C (200°F) ausgesetzt wird, gemessen nach ASTM D 2732, 

19. Warrneschrumpfbare Multischichtfolie nach einem der Anspruche 16 oder 18, worin die Barriereschicht ein Cop- 
olymer aus Vinylidenchlorid und Methylacrylat oder ein Copolymer aus Vinylidenchlorid und Vinylchlorid oder ein 
Ethylenvinylalkohol oder ein Nylon umfasst. 

20. Warrneschrumpfbare Multischichtfolie nach einem der Anspruche 1 6 bis 1 9, umfassend eine auflere Schutz- bzw. 
Abuse-Schicht. 
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21. Warmeschrumpfbare Multischichtfolie nach einem der Anspruche 16 bis 20, welche weiterhin mindestens eine 
innere Haftschicht umfasst. 

22. Warmeschrumpfbare Folie, umfassend mindestens zwei Schichten, wobei mindestens eine der Schichten ein ho- 
mogenes iineares Single-Site-katalysiertes Copolymer aus Ethyien und einem alpha-Olefin-Copolymer aus Ethy- 
len und einem alpha-Olefin mit drei bis acht Kohlenstoffatomen umfasst, wobei das Copolymer eine Dichte von 
mindestens 0.90 g/cm 3 und eine Molekulargewichtsverteilung von 1 ,5 bis 2,5 aufweist, und worin mindestens eine 
der Schichten vernetzt ist und worin die Folie eine freie Schrumpfung als die prozentuale Dimensionsanderung in 
einem 1 0 cm x 1 0 cm-Teststuck der Folie von mindestens 1 0% in der Guerrichtung und 13% in der Langsrichtung 
aufweist, wenn sie einer Warme von 93°C (200°F) ausgesetzt wird, gemessen nach ASTM D 2732. 

23. Warmeschrumpfbare Multischichtfolie mit einer im Wesentlichen symmetrischen Struktur, umfassend: 

auBere Schichten, umfassend ein homogenes Iineares Single-Site-katalysiertes Copolymer aus Ethyien und 
einem alpha-Olefin mit drei bis acht Kohlenstoffatomen, wobei das Copolymer eine Dichte von mindestens 
0.90 g/cm 3 und eine Molekulargewichtsverteilung von 1,5 bis 2,5 aufweist; und 
eine innere Kernschicht, 

worin die Folie eine freie Schrumpfung als die prozentuale Dimensionsanderung in einem 1 0 cm x 1 0 cm-Teststuck 
der Folie von mindestens 10% in derQuerrichtung und 13% in der Langsrichtung aufweist, wenn sie einer Warme 
von 93°C (200°F) ausgesetzt wird, gemessen nach ASTM D 2732. 

24. Warmeschrumpfbare Multischichtfolie nach Anspruch 23, worin die innere Kernschicht ein Copolymer aus Ethyien 
und einem zweiten Comonomer, ausgewahltaus derGruppe, bestehend aus Vinylacetat, Aikylacrylat, Acrylsaure, 
und einem Metall-neutralisierten Salz einer Acrylsaure, umfasst. 

25. Warmeschrumpfbare Multischichtfolie nach Anspriichen 23 und 24, welche weiterhin zwei im Wesentlichen iden- 
tische innere Schichten umfasst, welche den entgegengesetzten Oberflachen der inneren Kernschicht direkt be- 
nachbart sind. 

26. Warmeschrumpfbare Multischichtfolie nach Anspruch 25, worin die inneren Schichten ein heterogenes Copolymer 
aus Ethyien und einem alpha-Olefin mit drei bis zehn Kohlenstoffatomen oder ein homogenes Single-Site-kataly- 
siertes Copolymer aus Ethyien und einem alpha-Olefin mit drei bis acht Kohlenstoffatomen umfasst. 

27. Warmeschrumpfbare Multischichtfolie nach einem Anspriichen 23 bis 26, worin die auGeren Schichten mindestens 
ein weiteres heterogenes Copolymer aus Ethyien und einem alpha-Olefin mit drei bis zehn Kohlenstoffatomen 
umfassen. 



Revendications 

1 . Film thermoretractable comprenant un copolymere lineaire homogene obtenu par catalyse mono-site d'ethylene 
et d'une alpha-otefine ayant trois a dix atomes de carbone, ledit copolymere ayant une densite d'au moins 0,90 
g/cm 3 et une repartition des masses moleculaires comprise entre 1 ,5 et 2,5, ledit film ayant un retrait libre comme 
changement dimensionnel en pourcentage dans un echantillon de film de 10 cm x 10 cm lorsqu'il est soumis a 
une chaleur de 93 °C (200 °F) mesuree selon la norme ASTM D 2732 d'au moins 1 0 pour cent dans la direction 
transversale et 13 % dans la direction longitudinale. 

2. Film thermoretractable selon la revendication 1 , dans lequel ledit copolymere obtenu par catalyse mono-site est 
melange a un autre copolymere ou homopolymere thermoplastique. 

3. Film thermoretractable selon la revendication 2, dans lequel ledit autre copolymere ou homopolymere thermoplas- 
tique est un polymere heterogene d'6thylene et d'une alpha-olefine ayant trois a dix atomes de carbone. 

4. Film thermoretractable selon la revendication 3, dans lequel ledit copolymere heterogene a une densite inf6rieure 
a 0,90 g/cm 3 . 

5. Film thermoretractable selon la revendication 3, dans lequel ledit copolymere heterogene a une densite superieure 
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a 0,90 g/cm 3 . 

6. Film thermoretractable selon la revendication 2, dans lequel (edit autre copolymere ou homopolymere thermoplas- 
tique est un copolymere d'ethylene et d'un second comonomere selectionne dans le groupe consistant en Pacetate 
de vinyle, I'acrylate d'alkyle, le monoxyde de carbone, le butadiene, le styrene, I'acide acrylique, et un sel metalltque 
d'un acide acrylique neutralise. 

7. Film thermoretractable selon la revendication 2, dans lequel ledit copolymere ou homopolymere thermoplastique 
est un homopolymere d'une alpha-olefine. 

8. Film thermoretractable selon la revendication 2, dans lequel ledit autre copolymere est un copolymere d'ethylene 
et d'une alpha-olefine ayant trois a huit atomes de carbone. 

9. Film thermoplastique thermoretractable selon la revendication 8, dans lequel ledit copolymere homog6ne est un 
copolymere d'ethylene et de butene, ou un copolymere d'ethylene et d'hexene, ou un copolymere d'ethylene et 
d'octene. 

10. Film thermoretractable selon les revendications 1 a 9, dans lequel ledit film est un film multicouches et dans lequel 
ledit copolymere homogene est present dans au moins une couche dudit film multicouches. 

11. Film thermoretractable selon la revendication 10, dans lequel ledit copolymere homogene est present dans une 
couche exterieure. 

12. Film thermoretractable selon la revendication 11 , dans lequel ladite couche exterieure est une couche thermosou- 
dable. 

13. Film thermoretractable selon la revendication 10, dans lequel ledit copolymere homogene est present dans une 
couche interieure. 

14. Film thermoretractable ayant une structure sensiblement symetrique comprenant : 

des couches exterieures comprenant un copolymere ou un homopolymere de propylene ; 
et 

une couche centrale comprenant un copolymere lineaire homogene obtenu par catalyse mono-site d'ethylene 
et d'une alpha-olefine ayant quatre a huit atomes de carbone, ledit copolymere ayant une densite d'au moins 
0,90 g/cm 3 et une repartition des masses moleculaires comprise entre 1 ,5 et 2,5, 

dans lequel ledit film a un retrait libre comme changement dimensionnel en pourcentage dans un echantillon 
de film de 10 cm x 10 cm lorsqu'il est soumis a une chaleur de 93 °C (200 °F) mesuree selon la norme ASTM D 
2732 d'au moins 10 pour cent dans la direction transversale et 13 % dans la direction longitudinale. 

15. Film thermoretractable selon la revendication 14, dans lequel ledit copolymere ou homopolymere de propylene 
est un copolymere de 100 % a 90 % en poids de propylene et de 0 % a 10 % en poids d'ethylene, 

16. Film multicouches thermoretractable comprenant: 

une couche thermosoudable ; 

une couche interieure comprenant un copolymere lineaire homogene obtenu par catalyse mono-site d'ethylene 
et d'une alpha-olefine ayant trois a huit atomes de carbone, ledit copolymere ayant une densite d'au moins 
0,90 g/cm 3 et une repartition des masses moleculaires comprise entre 1 ,5 et 2,5 ; 
une couche barriere ; et 

dans lequel ledit film a un retrait libre comme changement dimensionnel en pourcentage dans un echantillon 
de film de 10 cm x 10 cm lorsqu'il est soumis a une chaleur de 93 °C (200 °F) mesuree selon la norme ASTM D 
2732 d'au moins 10 pour cent dans la direction transversale et 13 % dans la direction longitudinale. 

17. Film multicouches thermoretractable selon la revendication 16, dans lequel ladite couche thermosoudable com- 
prend un copolymere d'ethylene et d'un comonomere selectionne dans le groupe consistant en I'acetate de vinyle, 
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I'acrylate d'alkyle, I'acide acrylique, et un sel metallique d'un acide acrylique neutralise, ou un copolymere hete- 
rogene d'ethylene et d'une alpha-olefine ayant trois a dix atomes de carbone, ou un copolymere homogene obtenu 
par catalyse mono-site d'ethylene et d'une alpha-oiefine ayant trois a dix atomes de carbone. 

18. Film multicouches thermoretractable comprenant : 

une couche thermosoudable comprenant un copolymere lineaire homogene obtenu par catalyse mono-site 
d'ethylene et d'une alpha-olefine ayant trois a huit atomes de carbone, ledit copolymere ayant une densite 
d'au moins 0,90 g/cm 3 et une repartition des masses moleculaires comprise entre 1 ,5 et 2,5 ; 
et une couche barriere, 

dans lequel ledit film a un retrait librecomme changement dimensionnel en pourcentage dans un echantillon 
de film de 10 cm x 10 cm lorsqu'il est soumis a une chaleur de 93 °C (200 °F) mesuree selon la norme ASTM 
D'2732 d'au moins 10 pour cent dans la direction transversale et 13 % dans la direction longitudinale. 

19. Film multicouches thermoretractable selon la revendication 1 6 ou 1 8, dans lequel ladite couche barriere comprend 
un copolymere de chlorure de vinylidene et d'acrylate de methyle, ou un copolymere de chlorure de vinylidene et 
de chlorure de vinyle, ou un alcool de vinyle d'ethylene, ou un nylon. 

20. Film multicouches thermoretractable selon les revendications 16 a 19, incluant une couche d'usure exterieure. 

21. Film multicouches thermoretractable selon les revendications 16 a 20, incluant en outre au moins une couche 
adhesive interieure. 

22. Film thermoretractable comprenant au moins deux couches dans lequel au moins une desdites couches comprend 
un copolymere lineaire homogene obtenu par catalyse mono-site d'ethylene et d'un copolymere d'alpha-olefine 
d'ethylene et une alpha-oiefine ayanttrois a huit atomes de carbone, ledit copolymere ayant une densite d'au moins 
0,90 g/cm 3 et une repartition des masses moleculaires comprise entre 1 ,5 et 2,5, et dans lequel au moins une 
desdites couches est reticulee et dans lequel ledit film a un retrait libre comme changement dimensionnel en 
pourcentage dans un echantillon de film de 10 cm x 10 cm lorsqu'il est soumis a une chaleur de 93 °C (200 °F) 
mesuree selon la norme ASTM D 2732 d'au moins 10 pour cent dans la direction transversale et 13 % dans la 
direction longitudinale. 

23. Film multicouches thermoretractable ayant une structure sensiblement symetrique comprenant : 

des couches exterieures comprenant un copolymere lineaire homogene obtenu par catalyse mono-site d'ethy- 
lene et d'une alpha-oiefine ayant trois a huit atomes de carbone, ledit copolymere ayant une densite d'au 
moins 0,90 g/cm 3 et une repartition des masses moleculaires comprise entre 1,5 et 2,5 ; 
et une couche centrale interieure, 

dans lequel ledit film a un retrait libre comme changement dimensionnel en pourcentage dans un echantillon 
de film de 10 cm x 10 cm lorsqu'il est soumis a une chaleur de 93 °C (200 °F) mesuree selon la norme ASTM D 
2732 d'au moins 10 pour cent dans la direction transversale et 13 % dans la direction longitudinale. 

24. Film multicouches tharmoretractable selon la revendication 23, dans lequel ladite couche centrale interieure com- 
prend un copolymere d'ethylene et un second comonomere seiectionne dans le groupe consistant en I'acetate de 
vinyle, I'acrylate d'alkyle, I'acide acrylique, et un sel metallique d'un acide acrylique neutralise. 

25. Film multicouches thermoretractable selon les revendications 23 et 24 incluant en outre deux couches interieures 
sensiblement identiques immediatement adjacentes a des surfaces opposees de ladite couche centrale interieure. 

26. Film multicouches thermoretractable selon la revendication 25, dans lequel lesdites couches interieures compren- 
nent un copolymere heterogene d'ethylene et d'une alpha-oiefine ayant trois a dix atomes de carbone, ou un 
copolymdre obtenu par catalyse mono-site homogene d'ethylene et d'une alpha-otefine ayant trots a huit atomes 
de carbone. 

27. Film multicouches thermoretractable selon les revendications 23 a 26, dans lequel lesdites couches exterieures com- 
prennent au moins un autre copolymere heterogene d'ethylene et d'une alpha-olefine ayant trois a dix atomes de carbone. 
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